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Amendments to the Specification : 

Please replace Table 2 on page 29 with the following table: 
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Please replace Table 3 on page 31 with the following table: 



Sample 
No. 


Wear resistance t 

(IT 


est: wear amount 


Fracture resistarice test 
Number of impacts before 
fracture (times) 


Condition of liard coating 
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F lank wear 


Wear at the tip 
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Minute peeling of AI2O3 layer 
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Minute peeling of AI2O3 layer 
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Minute peeling of AI2O3 layer 
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Minute peeling of AI2O3 layer 
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Minute peeling of AI2O3 layer 



3 



